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(54) Additive concentrate for fuel compositions 

(57) An additive concentrate for use in fuels, espe- 
cially in gasoline for internal combustion engines, com- 
prising (a) 0.2 to 1 0 wt.% ashless friction modifier which 
is liquid at room temperature and pressure selected 
from (i) n-butylamine oleate or derivatives thereof, (ii) a 
substance comprising tall oil fatty acid or derivatives 
thereof, and (iii) mixtures of (i) and (ii); (b) 10 to 80 wt.% 
deposit inhibitor, and (iii) carrier fluid. The particular 
selection of friction modifier (a) enables a stable additive 
concentrate to be formulated without the need for addi- 
tional solubilising agent for the friction modifier, whilst 
containing sufficient friction modifier to achieve a signif- 
icant benefit in friction loss, when incorporated in gaso- 
line used to fuel an internal combustion engine, and 
hence an improvement in fuel economy. 
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Description 



engiSJ "*** * " ***** concentra,e ,or use in fue ls. especially in gasolines for internal combustion 

nmoi^P e "" knOWI ) Performance of gasolines and other fuels can be improved through the use of additive tech- 

nology. For example detergents can be added to inhibit the formation of intake system deposits theri^rorSa 
engme clearness. More recently it has been suggested that friction modrfiers may be added to gasoS'Zc^se 

Zt^&ESZJ?" f ^ i0n ' ,r \ SeleC,in9 SUitab ' e COmP ° nentS f ° r - -etaroeSSSS^SK 
Sf n 1 ' S JT? ?? l ea ba ' anCe ° f P r °P erties - ^ ™<*™ modifier should not adversely affect the deposit 

^iSSSZttF" 1 ,he should not exhibit any harmful effecte on the performance of * e 

2", rren * P raCtiCe i n ? 6 SUPP ' y * gaSOline is 9 eneral| y to Pre-mix the fuel additives into a concentrate in a hydrocar- 
STTi H Se ' ^ J 6 " 10 inj6Ct the concentrate into ^soline pipelines used to fill tankers prta'td^ o^e 
end-user Under present operatmg conditions, the maximum amount of concentrate that can be incorporated nto a 

£ ^TaSSl ^ T 'f! ter 9 en1 - conteinin 9 recline ■*"**• Package. To facilitate injection of the concentraSTnto 
Sin T 'Hr 01 ^." 1 1" 3 * *• concentrate is in the form of a low viscosity, homogeneous liquid. ProblenS havt 
S ^r 0 ""* 6 " aCh 'T 9 8 518,3,6 to the poor solubilrty of conventiona. fricSon moSESTZJ 

daily at low temperatures. The solubility of the friction modifier may be assisted by employing solubilisina agerSs hS 

22J£r OU * SO ' Ubi,iSin9 396,11 ^"'^ t0 SO ' Ubi,iSe the d8Sired ,eve ' of «^ theSncSe oSn 

exceeds the maxrmum amount possible given the constraints on the amount of concentrate that can be injected ntote 
gasohne, and the amount of solubilising agent that can be contained in the concentrate. In addition sonWittfcJS 

E£E2? fea * adVerS * ly Wi1h the **" modifi -. or other additives contained in the concentite^usTn^m 9 
ical degradation and/or a reduct.cn in performance in the resulting gasoline composition 

w«™ A ?° rd r 9 , ,y ' ^Ifl* 8 need f ° r 8 de tergenWriction modifier additive concentrate for gasoline that provides both 
£222"22 a h r?° n redUC !° a "** iS St8blS ° VSr thS tem P^ture range at which the concentr^rSy ?asSy 
S^'JSSSSS! "* adVerS6,y affeCt Perf ° rmanCe 8nd Pr ° PertieS ° f thS finished *«*» - en^n 
The present invention provides an additive concentrate comprising by weight based on the total weight of the con- 



30 centrate 



SL t | a 2 JnJ«. % 4 aShl !, SS °" H° difier WhiCh iS 8 liquid at room temperature and pressure selected from (i) n- 

sr;s! 00 a substance comprising tan oii fatty acid ° r der,vatives «■ » 

(b) 10 to 80 % deposit inhibitor, and 

(c) 10 to 80 % carrier fluid. 

The particular selection of friction modifier (a) enables a stable additive concentrate to be formulated within the cur 
rem consents of a maximum of approximately 2000 ppm concentrate in the finished gaso£ tSSESSS 
150C I ppm .s deposrt mhibitor.. whilst containing sufficient friction modifier to achieve a significan beneE SstaSl 

S cfo^r" "TT iP fUe ' eCOTOmy ' ^ W,thOUt th6 ne&d for additional agent forlhe fr SS^S 

rfier. Solub.l.s,ng agents, for example hydrocarbon solvents such as alcohols, may be included if desired arTtoerefoTe 
are not excluded from the scope of the present invention, but they are not an essential requ^emert 

h* Sn"^^ iS Prefer8b,y 8 ,k,Uid ° Ver the tem P erature range at which the additive concentrate is likely to 

be stored. Typically this temperature range is from -20 to +35°C 
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O 

// 

5 CH 3 - (CH 2 )7 - CH:CH - (CH 2 )7 - C 

O +NH3C4H10 

10 

An example of a suitable commercially available n-butylamine oleate friction modifier is RS 124 supplied by Bitrez Ltd. 

The substance comprising tall oil fatty acids may either be 1 00% tall oil fatty acids, or substantially 1 00% tall oil fatty 
acids, or may be a mixture of tall oil fatty acids and other fatty acids or derivatives thereof. Preferably such a mixture 

15 contains at least 50 wt%, more preferably at least 70 wt%, tall oil fatty acids. An example of a suitable commercially 
available substance containing tall oil fatty acids is Tolad 9103 supplied by Petrolite Ltd. 

The amount of friction modifier contained in the additive concentrate is from 0.2 to 10 wt%, preferably from0.5 to 5 
wt%, and more preferably from 1 to 3 wt%. On the basis of a total concentrate treat level in the finished gasoline of 2000 
ppm, this corresponds to a treat level of friction modifier in the finished gasoline of from 4 to 200 ppm, preferably 10 to 

20 1 00 ppm, more preferably 20 to 60 ppm. 

The deposit inhibitor (b) may be any suitable commercially available additive. Deposit inhibitors for gasoline, usually 
referred to as detergents or dispersants, are well known and a variety of compounds can be used. Examples include 
polyalkylene amines, and polyalkylene succinimides where the polyalkylene group typically has a number average 
molecular weight of from 600 to 2000, preferably from 800 to 1 400, and polyether amines. A preferred detergent for the 

25 additive concentrate of the present invention is a polyalkylene amine, for example polyisobutylene amine. Examples of 
suitable PIB-amines are given in US Patent 4832702, the disclosure of which is incorporated herein by reference. Also, 
PIB-amine detergents can be obtained from, for example from Exxon Chemical Company, Oronite and BASF. 

The amount of deposit inhibitor contained in the additive concentrate is from 1 0 to 80 wt%, preferably from 20 to 75 
wt%, and more preferably from 30 to 60 wt%. Based on a total treat level of the additive concentrate of 2000 ppm, this 

30 corresponds to a treat level of deposit inhibitor in the finished gasoline of from 50 to 1500 ppm, preferably 100 to 1000 
ppm, more preferably 200 to 800 ppm. 

The carrier fluid may be any suitable carrier fluid that is compatible with the gasoline and is capable of dissolving 
or dispersing the components of the additive package. Typically it is a hydrocarbon fluid, for example a petroleum or 
synthetic lubricating oil basestock including mineral oil, synthetic oils such as polyesters or polyethers or other polyols, 

35 or hydrocracked or hydroisomerised basestocks. Alternatively the carrier fluid may be a distillate boiling in the gasoline 
range. The amount of carrier fluid contained in the additive concentrate of the invention is from 1 0 to 80 wt%. preferably 
from 20 to 75 wt%,and more preferably from 30 to 60 wt%. 

The additive concentrate according to the invention may also contain a demulsif ier to inhibit the formation of emul- 
sion in the gasoline which can form if the gasoline becomes contaminated with water. A demulsifier is particularly 

40 advantageous if the friction modifier is the substance comprising tall oil fatty acids as the acids tend to promote any 
emulsrfication. Demulsifiers for gasoline are well known and examples of suitable compounds include pist examples, 
preferably by their chemistries, and also by brand name and supplier if known - does not need to be demulsifier actually 
used provided ones given would work]. If a demulsifier is employed in the additive concentrate it is preferably in an 
amount from 1 to 4 ppm by weight based on the weight of the gasoline. 

45 The additive concentrate is preferably incorporated into the gasoline or other fuel by injection, although other suit- 
able methods of incorporation may be used. To facilitate injection the kinematic viscosity of the additive concentrate is 
preferably less than 300 mm^/s at -10-$-C, more preferably from 5 to 250 mm^/s at -10-*- C, and most preferably 
from 1 0 to 200 mm^ /s at -1 0 -fy C. To achieve this viscosity a solvent is usually added to the concentrate such as an 
aromatic hydrocarbon solvent or an alcohol. Examples include toluene, xylene, tetrohydrofuran, isopropanol, isobutyl- 

50 carbinol, n-butanol, and petroleum hydrocarbon solvents such as solvent naphtha heavy, and Solvesso 150 available 
from Exxon Chemical Company, and the like. Generally the amount of solvent employed is up to about 50 wt% based 
on the total weight of the additive concentrate, for example from 10 to 20 wt%. 

The additive concentrate may also contain one or more other components typically contained in a fuel additive con- 
centrate. These include, for example, antioxidants, corrosion inhibitors, conductivity enhancers, and the like. Generally 

55 each of these additional components is included in the concentrate in an amount which corresponds to a treat level of 
between 1 and 20 ppm in the finished fuel composition. 

The fuel used in the fuel composition of this invention is generally a petroleum hydrocarbon useful as a fuel e.g. 
gasoline, for internal combustion engines. Such fuels typically comprise mixtures of hydrocarbons of various types, 
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including straight and branched chain paraffins, olefins, aromatics and naphthenic hydrocarbons. These compositions 
are provided in a number of grades, such as unleaded and leaded gasoline, and are typically derived from petroleum 
crude oil by conventional refining and blending processes such as straight run distillation, thermal cracking, hydrocrack- 
ing, catalytic cracking and various reforming processes. Gasoline may be defined as a mixture of liquid hydrocarbons 
5 or hydrocarbon-oxygenates having an initial boiling point in the range of about 20 to 60°C and a final boiling point in the 
range of about 150 to 230°C, as determined by the ASTM D86 distillation method. The gasoline may contain small 
amounts, eg up to 20 wt% and typically about 10 wt%, other combustibles such as alcohol, for example methanol or 
ethanol. 

Other fuels which may be used include kerosene, diesel fuels, home heating fuels, jet fuels etc. 
10 The invention shall now be illustrated with reference to the following Examples: 

Example 1 

A number of different additive concentrates were prepared by blending (a) a friction modifier, (b) a detergent, and 
15 (c) a carrier fluid. The friction modifier was selected from one of a number of commercially available products. The 
detergent was either a polyisobutylene-amine, a polyisobutylene succinimide or a polyether amine. These detergents 
are well known and commercially available. For each detergent type, the same product was used throughout the Exam- 
ples to ensure direct comparability of the results. The carrier fluid, a polyether, was the same throughout the Examples. 
The stability of each of the resulting additive concentrates was determined by exposing samples of the concentrate 
20 to temperatures of -20°C, -1 0°C, °0C, ambient and +35°C and periodically inspecting the samples for sediment forma- 
tion, water content, haze, and emulsion formation. A concentrate which remained stable for at least 3 months over the 
entire temperature range is considered to meet the stability requirements. 
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TABLE 1 



5 


Example 

No. 


Friction 
Modifier 


Treat 
Level 
(ppm) 


Detergent 




Stability 
-10°C QTC Ambient 




10 


1.01 


Atsurf 594 


100 


PIBA 


<1 day 


<1 day 


^- 1 Hay 


I Lid y 


<1 day 




1.02 


Tolad 9103 


25 


PIBA 


>4 mths 


>4 mths 


■>*± mms 


mLiib 


>4 mths 


15 


1.03 


Tolad 9103 


50 


T)TD A 

rUrJA 


>4 mths 


>4 mths 


>4 mths 


>4 mths 


IIlLIla 




1.04 


Tolad 9103 


100 


PIBA 


>4 mths 


>4 mths 


>4 mths 


>4 mths 


mtns 




1.05 


Tolad 9103 


25 


PEA 


>8 mths 


>8 mths 


>8 mths 


>8 mths 




20 


1.06 


Tolad 9103 


50 


PEA 


>8 mths 


>8 mths 


>8 mths 


>o mtns 






1.07 


Tolad 9103 


100 


PEA 


>8 mths 


>8 mths 


>o mtns 


>o mtns 






1.08 


Tolad 9103 


25 


PIBS 


>l mth 


>l men 


>i mtn 


->i mtn 


> 1 mtn 


25 








(1240 ppm) 














i.oe 


ECA 5778/116 


50 


PIBA 


<1 week 


- 


- 


- 






1.10 


ECA 5778/116 50 


PEA 


<1 week 










30 


1.11 


EX69-169 


50 


PIBA 


>3 mths 


>3 mths 


>3 mths 


>3 mths 






1.12 


EX69-169 


100 


PIBA 


>3 mths 


>3 mths 


>3 mths 


>3 mths 




35 


1.13 


EX69-169 


50 


PEA 


>4 mths 


>4 mths 


>4 mths 


>4 mths 






1.14 


EX69-169 


100 


PEA 


>4 mths 


>4 mths 


>4 mths 


>4 mths 






1.15 


M 10229 


50 


PIBA 


<1 day 










40 


1.16 


M 10229 


50 


PEA 


<1 day 












1.17 


SMO 


50 


PIBA 


<1 day 


>7 mths 


>7 mths 


>7 mths 






1.18 


SMO " 


100 


PEA 


<2 days 


>3 mths 


>3 mths 


>3 mths 





45 



50 
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TABLE 1 (cont'd) 



Example 
No. 


Friction 
Modifier 


Treat 
Level 
(ppm) 


Detergent 


-20°C 


Stability 
-KFC 0°C 


Ambient 


+35°C 


L19 


n-BAO 


25 


PIBA 


>4 mths 


>4 mths 


>4 mths 


>4 mths 


>4 mths 


1.20 


n-BAO 


50 


PIBA 


>4 mths 


>4 mths 


>4 mths 


>4 mths 


>4 mths 


1.21 


n-BAO 


100 


PIBA 


>4 mths 


>4 mths 


>4 mths 


>4 mths 


>4 mths 


1.22 


n-BAO 


25 


PEA 


- 


- 


- 


- 


- 


1.23 


n-BAO 


50 


PEA 


>6 mths 


>6 mths 


>3 mths 


>3 mths 


- 


1.24 


n-BAO 


100 


PEA 


>6 mths 


>6 mths 


>3 mths 


>3 mths 


- 


1.25 


10G40 


50 


PIBA 


>3 mths 


<60 days 


- 


>3 mths 


- 


1.26 


PMO 


50 


PIBA 


>5 mths 








- 


1.27 


PMO 


100 


PIBA 


>5 mths 










1.28 


PMO 


50 


PEA 


>5 mths 










1.29 


PMO 


100 


PEA 


>5 mths 










1.30 


Edenor PDO 


50 


PIBA 


>5 mths 










1.31 


Edenor PDO 


100 


PIBA 


>5 mths 










1.32 


Edenor PDO 


50 


PEA 


>5 mths 










1.33 


Edenor PDO 


100 


PEA 


>5 mths 











Notes to TABLE 1 

Atsurf 594 is a glycerol mono oleate friction modifier available from I CI. 

Tolad 9103 is a tall oil fatty acid mixture friction modifier containing about 75 wt.% active 
ingredient (remainder diluent) available from Petrolite. 
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ECA 5778/116 is an oleic acid polyol ester friction modifier available from Exxon Chemical 
Company. 

5 

EX69-169 is Mayco EX69-169, a sulphurised fatty acid amide friction modifier available from 
Mayco. 

10 M10229 is Additin M10229, a fatty amide friction modifier available from Rhein Chemie. 

SMO is Sorbitan mono oleate friction modifier available from Henkel. 
75 n-BAO is n-butylamine oleate friction modifier available from Bitrez. 

10G40 is a polyglycerol ester friction modifier available from Caprol. 
20 PMO is pentaerithrytol mono oleate friction modifier available from Henkel. 

Edenor PDO is pentaerithrytol di oleate friction modifier available from HenkeL 

25 . ) 

PIBA is a polyisobutylene-amine detergent. 
PEA is a polyetheramine detergent. 

30 

PIBS is a polyisobutylene succinimide detergent. 



35 

The results show that only additive concentrates containing certain friction modifiers are stable with each type of 
detergent over the full temperature range and treat levels. These are: Tolad 9103, Mayco EX69-169, n-BAO, Henkel 
PMO, and Edenor PDO. 

40 Example 2 

The additive concentrates of Example 1 which passed the stability test were then tested to ensure that the friction 
modifier contained in the concentrate did not have a detrimental affect on deposit control, inlet valve sticking, and fric- 
tion and wear. 

45 Deposit control was measured according to standard engine test M102E (CEC F-05-A-93). The lower the amount 
of deposits on the valve (measured in mg/valve) at the end of the test, the better the deposit control of the additive pack- 
age. A target level is no more than 25 mg/valve. 

Valve sticking was determined by operating an Opel Ascona 1 .6! 4-cylinder engine with automatic choke for 100 
hours under cyclic conditions. The cycle is intended to simulate urban driving with repeated cold starting of the engine. 

so At the end of the test period the cylinder head is turned to allow the valves to fall freely out of the valve guides under 
their own weight. A clear pass is awarded when all of the valves move freely. 

Friction and wear were determined by a standard high frequency reciprocating rig (HFRR) test. The test measures 
friction coefficient and wear scar diameter (WSD). The lower the values the better the performance of the additive pack- 
age, the targets being a friction coefficient of no more than 0.25 and a WSD of less than 500 \i. 

55 The results are given in Table 2. 
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TABLE 2 



c 


Example No. 


Deposit control 
(mg/valve) 


Valve stick 


Friction coefficient 


WSD (n) 




^ no 


9.61 




* 


■ 




1 .Uo 




Pass 


0.25 


430 


10 


1 HA 






0.178 


378 




1 .UO 


16 






* 




l .06 


38 




0.19 


470 




1 .0/ 






0.17 


425 


15 


1.08 


12.75 


Pass 


■ 


- 




1.11 






0.228 


550 




1.12 






0.206 


540 


20 


I . lo 






0.277 


675 




1 1/1 
1.14 






0.228 


555 






4.75 


Pass 


0.168 


425 




1 .23 






0.151 


470 


25 


1 .24 


11.5 






- 




1 .25 


5.5 


Pass 


0.179 


450 




1.26 






0.169 


450 


30 


1 .do 






0.269 


640 




1.29 






n p^q 


ODD 




1.30 






0.262 


660 




1.31 






0.195 


515 


35 


1.32 






0.269 


660 




1.33 






0.252 


610 




1.34 






0.27 


660 


40 


1.35 






0.22 


560 



The results show that the best performance and least harm is achieved using either the Tolad 9103 or n-BAO fric- 
tion modifiers. All the other friction modifiers either did not have a sufficiently low friction coefficient (target no higher 
than 0.25), and/or resulted in excessive wear (target WSD less than 500 
45 Regarding preferred treat levels for the friction modifiers, the n-BAO friction modifier did not show a substantial dif- 
ference in performance over the 25-100 ppm treat levels used. However for the Tolad 9103 friction modifier the treat 
level is preferably below 50 ppm, for example about 25 ppm, in order to maintain inlet valve deposits below a target max- 
imum of 25 mg/valve. 

so Example 3 

The additive concentrate examples according to the invention were tested for fuel economy benefit. These concen- 
trates were Example 1 .02 (25 ppm Tolad 91 03 + PIBA detergent) and Example 1 . 1 9 (50 ppm n-BAO + PIBA detergent). 
The results were compared with those of a fuel containing the same PIBA detergent but no friction modifier. 
55 Two tests were used: (1) A bench engine test method employing standard ECE/EUDC driving cycles according to 
standard test PL-054, and (2) a fleet test method employing standard ECE/EUDC driving cycles according to standard 
test EG-RL 80/1 268/EWG (including amendment EG-RL 93/1 1 6/EWG. 
The results are given in Table 3 below. 
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TABLE 3 



s 



Test Procedure 


Vehicles 


Fuel Economy Benefit (%) 






25 ppmTolad9103 


50 ppm n-BAO 


Bench Engine 


Ford Sigma (3000 miles) 


1.1 


0.53 




Mercedes M111E 


0.49 


0.33 


Mean 




0.80 


0.43 


8 Car Fleet 


Ford Escort 


1.15 


0.72 




Mercedes 200E 


0.28 


1.02 




Peugeot 405 


1.44 


2.28 




Rover 216 


-0.22 


1.30 


Mean 




0.66 


1.32 



20 The results show that a gasoline containing one of the above friction modifiers give an overall mean benefit in fuel 
economy relative to the same gasoline without the friction modifier of between 0.6 and 1%, with a maximum benefit of 
1 .44% for the Tolad 91 03 and 2.28% for the n-Bao. 

Claims 

25 

1 . An additive concentrate comprising by weight based on the total weight of the concentrate: 

(a) 0.2 to 1 0 % ashless friction modifier which is a liquid at room temperature and pressure selected from (i) n- 
butylamine oleate or derivatives thereof, (ii) a substance comprising tall oil fatty acids or derivatives thereof, 

30 and (iii) a mixture of (i) and (ii); 

(b) 10 tO 80 % deposit inhibitor; and 

(c) 1 0 to 80 % carrier fluid. 
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